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Description 

FIELD OF THE INVENTION 

[0001] The present invention relates to a coating composition for use In preventing the attachment of organisms to 
the surfaces of structures submerged in seawater. 



BACKGROUND OF THE INVENTION 

[0002] The surfaces of structures submerged in seawater such as ship bottoms, buoys, fishing nets {e.g., fixed nets 
and famning nets), undenwater antifouling films, and various draft and drain pipes for cooling undergo various troubles 
as a result of the attachment of barnacles, mytilids, serpulas, algae, and the like. It is well known to coat submerged 
structure surfaces with paints capable of preventing the attachment of such marine organisms in order to prevent 
fouling by these organisms. The resins currently used in paints for the prevention of marine-organism attachment are 
roughly divided into hydrolyzable polymer type and rosin type. 

[0003] The most typical hydrolyzable polymers are organotin polymers. The paints based on an organotin polymer 
function as follows. The coating film fomried therefrom erodes as a result of the hydrolysis in seawater of organotin 
groups bonded to the polymer, whereby the coating film retains its surface activity. The organotin compound resulting 
from the hydrolysis also functions as an antlfoulant. The coating film is thus capable of preventing the attachment of 
marine organisms over a long period of time. However, since organotin compounds tend to accumulate in the environ- 
ment, use thereof Is restricted from the standpoint of avoiding environmental pollution. Many proposals have been 
made on hydrolyzable polymers as substitutes for such organotin polymers in. e.g., JP-A-60-50D462 (con-esponding 
to WO 84/02915, PCT/US84/00068), JP-A-63-215780. and JP-A-7-102193 (corresponding to U.S. Patent 5,436,284). 
(The term "JP-A" as used herein means an "unexamined published Japanese patent application.") 
[0004] On the other hand, the paints based on a rosin are advantageous in that since the rosin is slightly soluble in 
alkali solutions and dissolves into seawater, which is weakly alkaline (pH =7.8-8.2) (solubility in seawater with a pH 
of 8. 1 : 8.6x1 0-5 mol/l), an antifoulant can be effectively and gradually released into seawater. Due to their slight solubility 
in seawater, rosins are extensively used in antifouling paints for the prevention of marine-organism attachment. Metti- 
ods of use thereof are described in many publications including, e.g., "Shikizai Kogaku Handobukk (Colorant Engi- 
neering Handbook)" (pp. 821 edited by the Colorant Society) and "Senpaku No Toso To Toryo (Coating and Paints 
for Ships)" (pp. 70-, written by Manabu Nakao, the Ship Technology Society). 

[0005] However, rosins themselves are physically brittle (have considerably poor film-forming ability due to their low 
molecular weights) and should be used as blends with other synthetic resins or the like in order to compensate for the 
brittleness. The blending ingredients used for compensating for the brittleness should be polymers having satisfactory 
compatibility with rosins. If a rosin is blended with a polymer poorty compatible therewith, the rosin and the polymer 
separate from each other and the resulting rosin phase exhibits its physical brittleness. 

[0006] With respect to the blending of rosins with ott>er polymers, proposals were made in JP-A-50-1 351 25. Further, 
it was reported in JP-A-60-28456 that use of a blending polymer having satisfactory compatibility facilitates the control 
of coating film erodibility (self-polishing properties). 

[0007] However, it was found that even when a blend of a rosin with a polymer satisfactorily compatible therewith is 
used in an antifouling paint, the coating film fonned from the paint comes to have drawbacks after long-term immersion, 
such as a decrease in coating film erodibility, generation of physical defects in the coating film, and a decrease in the 
prevention of marine-organism attachment, although satisfactory in the initial properties thereof. Further, since ships, 
in particular, are recoaled after a certain period (about from one to three years) of service, the old coating films are 
required to have suitability for recoating, i.e., the ability to be coated with a fresh paint. However, coating films fomied 
from the prior art antifouling paints containing a blend of a rosin and a polymer compatible therewith were found to be 
unsuitable for this recoating. 

[0008] These drawbacks and defect are attributable to the formation of a surface residue layer resutting from the 
dissolution (leaching) of the antlfoulant together with the rosin on the coating film surface In preference to the rosln- 
compatlble polymer due to the solubility in seawater of the polymer itself, which is lower than that of the rosin or is 
almost nil. 

[0009] Blending polymers are required to have a higher film-fomning ability than rosins, i.e., to have a higher molecular 
weight than rosins, because they are used in order to compensate for the physical brittleness of rosins. This difference 
in molecular weight between rosins and blending polymers results in a difference in solubility ttierebetween. Since the 
thickness of the residue layer increases with immersion time, this results in a decrease in coating film erodibility and 
generation of physical coating film defects due to intemal cohesion within the residue layer. As a result of these, the 
effect of preventing marine-organism attachment is lessened and suitability for recoating is reduced. 
[0010] As described above, despite the slight solubility of rosins in seawater which property Is a perfomiance ren- 
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dering the rosins exceedingly suitable for use In paints for marine-organism attachment, there has so far been no 
coating composition which continuously takes advantage of that performance over a long period of time. 
[0011] Furthemiore, the hydrolyzable polymers proposed as substitutes for organotin polymers In JP-B-5-32433 
(corresponding to JP-A-60-500452) and JP-A-63-215780, which have organosilicon groups as hydrolyzable groups, 
were found to have defects, for example, that the coating films comprising these polymers are unsuitable for the pre- 
vention of marine-organism attachment because they do not dissolve into seawater or they peel off during Immersion 
In seawater. (The tenn "JP-B" as used herein means an "examined Japanese patent publication.") The present inven- 
tors made intensive studies in order to eliminate those defects and, as a result, found that the defects could be eliminated 
not by merely incorporating organosilyl groups but with the polymers described in JP-A-7-1 021 93 (conresponding to 
U.S. Patent 6,436.284). 

[0012] However, an investigation made thereafter revealed that even the polymers proposed in the reference cited 
just above are unsatisfactory not only in perfomiances after long-temri immersion in seawater, in particular suitability 
for recoating, but also in the prevention of marine-organism attachment over a period corresponding to the out-fitting 
period, which performance is required for out-fitting. 

[0013] The temi "out-fitting period" means the period In ship construction in which a hull constructed within a dock 
is floated on the seawater outside the dock and equipped for sailing. This period Is usually about 3 months. 
[0014] Since the hull is exposed in an anchored state to the sea near the dockyard (i.e., exposed to a sea area where 
severe fouling by organisms occurs unlike in the ocean) during the out-fitting period, the antifouling paint to be used 
for the out-fitting period is required to have a higher-than-ordinary degree of perfomnance In the prevention of marine- 
organism attachment over the out-fitting period. 

[0015] The ship which has been out-fitted Is commissioned In service as It is or after being docked again and finished. 
If the attachment of organisms occurs during the out-fitting period, the ship having the adherent organisms cannot be 
commissioned in service because the ship has a reduced fuel efficiency from the Initial stage of service. In the case 
of redocking the ship. It Is necessary to remove the adherent organisms prior to sen/ice. If use of an antifouling paint 
has resulted In such troubles, the paint intended for the prevention of marine-organism attachment was utteriy ineffec- 
tive in performing its furtction, namely the application thereof was equal to nonuse thereof. 

[001 6] The present inventors devised a test method for evaluating the ability to prevent marine-organism attachment 
over the out-fitting period. Specifically, this Improved test was conducted in the seawater of Owase bay, Mie, Japan, 
where fouling by marine organisms is severer than in Aiol Bay, Hyogo, Japan, a sea area usually used by the present 
inventors for evaluating the ability to prevent marine-organism attachment, for three months of from July to September, 
1996 in such a manner that test pieces were immersed while being kept horizontal so as to be more influenced by 
sunlight, in contrast to the ordinary immersion in which test pieces are kept perpendicular to the water surface. Thus, 
the Immersion test was Initiated in summer, when fouling by organisms is severest (since an antifouling agent for 
preventing marine-organism attachment does not come to be leached immediately upon immersion but comes to be 
leached after a certain period, the possibility of organism attachment is high immediately after initiation of Immersion 
when the test pieces are immersed in the season when fouling by organisms is severe). As a result of evaluation by 
this test method, the polymers described in JP-A-7-102193 (con-esponding to U.S. Patent 5,436,284) were found to 
be unsatisfactory in the ability to prevent marine-organism attachment over the out-fitting period. 
[0017] EP-A-0 608 132 discloses an antifouling coating composition in the form of a varnish which comprises a 
polymer obtained by polymerizing at least one unsaturated acid anhydride and a further unsaturated monomer copo- 
lymerizable therewith. Such a copolymerizable monomer may be certain trialkylsilyl esters of (meth)acrylic acid. The 
composition may also include an antifouling agent and possibly also some form of rosin as an elusion assistant. 

SUMMARY OF THE INVENTION 

[0018] An object of the present Invention is to develop a rosin-based coating composition giving a coating film which 
fonms no residue layer on the surface thereof over long-temn Immersion, Is hence free from physical defects such as 
cracks and peeling and capable of maintaining a sufficiently high rate of coating film erosion and preventing the at- 
tachment of marine organisms over a long period of time, and has satisfactory suitability for recoating and the satis- 
factory ability to prevent marine-organism attachment over the out-fitting period. 

[001 9] The present inventors directed attention to the following points In order to develop the desired coating com- 
position. For developing the desired coating composition, it is necessary to enable the fomiation of a coating film which 
fonms no residue layer on the surface thereof. In order for a coating film to satisfy this requirement, the coating film 
should contain a rosln-compatlble polymer which comes to have enhanced solubility in seawater after immersion there- 
in. Only polymers which undergo a chemical change upon immersion in seawater can perfonn such a function. Namely, 
such polymers undergoing a chemical change can have good compatibility with rosin resins before Immersion In sea- 
water and become hydrophilic only at the coating film surface after immersion In seawaterto thereby retain a satisfactory 
dissolution rate. 
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[0020J The present InvSntors directed attention to. as a blending polymer, a polymer containing a carboxylic acid 
protected by an organosiiyi group. This polymer is compatible with rosins (lowly polar) due to the low polarity of the 
organosilyl group and, after Immersion In seawater, undergoes a chemical change due to the hydro lyzabiiity of the 
organosiiyi group. Thus, the seawater dissolution characteristics of the polymer dramatically change from insoluble to 
soluble. Organotin polymers having similar hydrolyzability are poorly compatible with rosins because of their higher 
polarity than the silyfated polymer and are hence unable to perfomn the function of the silylated polymer The crucially 
Important properties required of a polymer for use as blends with rosins are low polarity and hydrolyzability in seawater. 
[0021 J As a result of intensive studies made by the present inventors on the above points, it has been found that the 
problems of prior art techniques can be completely eliminated by using a rosin compound such as a rosin or a derivative 
thereof in combination with a polymer containing organosiiyi ester groups in which the organosiiyi groups function as 
hydrolysis sites and with an antif oulant. Namely, they have succeeded In developing a rosin-based coating composition 
giving a coating film which forms no residue layer on the surface thereof over long-tenn Immersion, is hence free from 
physical defects such as cracks and peeling and capable of maintaining a sufficiently high rate of coating film erosion 
and preventing the attachment of marine organisms over long, and has satisfactory suitability for recoating and the 
satisfactory ability to prevent marine-organism attachment over the out-fitting period. 
[0022] The present invention provides a coating composition comprising, as essential components. 

(A) at least one rosin compound selected from rosins, rosin derivatives and rosin metal salts; 

(B) at least one polymer containing an organosiiyi ester group having a weight-average molecular weight of from 
1 ,000 to 150.000, wherein said at least one polymer is composed of: 

i) a polymer obtained from at least one of monomers A represented by f omiula (1 ); 

il)a polymer obtained from at least one of said monomers A and at least one of polymerizable monomers ottier 

than said monomers A such polymerizable monomers not having an unsaturated acid anhydride; or 

ill) a mixture of the polymers I) and ii), 



wherein R1 , R2 and R3 are the same or different and each represents an alkyi group or an aryl group; and 
X represents an acryloyloxy group, a methacryloyloxy group, a maleinoyloxy group, a f umaroyloxy group, an Ita- 
conoyloxy group or a citraconoyloxy group, the proportion of said at least one rosIn compound to said at least one 
polymer containing an organosiiyi ester group being from 1/99 to 99/1 , by weight on a solid basis, and 
(C) an antIf oulant. 

DETAILED DESCRIPTION OF THE INVENTION 

[0023] The rosin compound of Ingredient A used as an essential component in the present invention is at least one 
selected from rosins, rosin derivatives, and rosin metal salts. Examples of the rosins include tall rosin, gum rosin, and 
wood rosin. Examples of the rosin derivatives include hydrogenated rosins, moditied rosins obtained by reacting rosins 
with maleic anhydride, formylated rosins, and polymerized rosins. Examples of the rosin metal salts include zinc ros- 
Inates, cateium rosinates, copper rosinates, magnesium roslnates, and products of the reaction of rosins witti com- 
pounds of other metals. 

[0024] At least one selected from such rosin compounds is used in the present invention in such an amount that the 
proportion of this rosin compound to the polymer containing organosiiyi ester groups of Ingredient B is from 1/99 to 
99/1 . preferably from 5/95 to 95/5. by weight on a solid basis. If the amount of Ingredient A is too small (i.e.. the ratio 
of ifigredient A to ingredient B is less than 1:99), the effect of preventing the attachment of marine organisms, in 
partfcular the effect of preventing marine-organism attachment overthe out-fitting period, is not expected. If the amount 
thereof is too large (i.e.. the ratio of Ingredient A to Ingredient B is larger than 99:1), the coating composition has 
reduced film-fonning ability and gives a coating film which is apt to develop defects such as cracks and peeling and 
hence be less effective in the prevention of marine-organism attachment. 

[0025] The polymer containing organosiiyi ester groups of Ingredient B used as another essential component in the 
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coating composition of the present invention comprises a polymer of at least one of monomers M , which are represented 
by formula (1) described above, and/or a polymer of at least one of monomers M and at least one of polymerlzable 
monomers other than monomers M. 

[0026] As apparent from formula (1 ), monomers M each has a molecular structure comprising an acrytoyloxy group, 
a methacryioyloxy group, a malelnoyloxy group [mostly a maleinoyloxy group monoesterified with an alkyi (having 1 
to 6 carbon atoms)], a fumaroyloxy group [mostly a fumaroyloxy group monoesterified with an alkyI (having 1 to 6 
carbon atoms)], an itaconoyloxy group [mostly an itaconoyloxy group monoesterified with an alky! (having 1 to 6 carbon 
atoms)], or a citraconoyloxy group [mostly a citraconoyloxy group monoesterified with an alkyI (having 1 to 6 carbon 
atoms)] as an unsaturated group (X) and a triorganosilyl group. 

[0027] In the triorganosilyl group, the three alkyI or aryl groups (R^ to R3) may be the same or different. Examples 
thereof Include linear or branched alkyI groups having up to 20 carbon atoms, such as methyl, ethyl, propyl, and butyl; 
cycloalkyi groups such as cyclohexyl and substituted cyclohexyls; and aryl groups and substituted aryl groups. Exam- 
ples of the substituted aryl groups include aryl groups substituted with at least one substituent selected from halogens. 
alkyI groups having 1 to 8 carbon atoms, acyl groups, a nitro group, and an amino group. 

[0028] Of such monomers M, those having a (meth)acryloyloxy group in the molecule include trimethylsilyl (meth) 
acrylate, triethylsllyl (meth)acrylate, tri-n-propylsilyl (meth)acrylate, triisopropylsilyl (melh)acrylate, tri-n-butylsllyl 
(meth)acrylate, triisobutylsityl (meth)acrylate, tri-s-butylsilyl (meth) acrylate. tri-n-amylsilyl (meth)acrylate, tri-n-hexyls- 
ilyl (meth)acrylate, tri-n-octylsilyl (meth)acfylate, tri-n-dodecylsilyl (meth)acrylate, triphenylsilyl (meth)acrylate, tri-p- 
methylphenylsilyl (meth)acrylate, and tribenzylsllyl (meth)acrylate; 

[0029] Other examples of the monomers M having a (meth)acryloyloxy group in the molecule include ethyldimeth- 
ylsilyl (meth)acrylate. n-butyldimethylsilyl (meth)acrylate, diisopropyl-n-butylsllyl (meth)acrylate, n-octyldl-n-butylsiiyl 
(meth)aciylate, diisopropylstearylsilyl (meth)acrylate, dicyclohexylphenylsilyl (meth)acrylate, t-butyldiphenylsilyl 
(meth)acrylate, lauryldiphenylsilyl (meth) acrylate, and t-butyl-m-nitrophenylmethylsilyl (meth)acrylate. 
[0030] Examples of the monomers M having a maleinoyloxy group in the molecule include trimethylsilyl methyl 
maleate, triethylsilyl ethyl maleate, tri-n-propylsilyl n-propyl maleate, tri-n-butylsilyl n-butyl maleate, tri-n-amylsilyl n- 
amyl maleate, tri-n-hexyloctylsilyl maleate, tri-n-octylsllyl dodecyl maleate, tri-n-dodecylsllyl methyl maleate, triphe- 
nylsilyl methyl maleate, tri-p-tolylsilyl ethyl maleate, triisopropylsilyl isoamyl maleate, triisobutylsilyl phenyl maleate, t- 
butyldimethylsilyl methyl maleate, t-butyldiphenylsllyl methyl maleate, and n-octyldi-n-butylsi!yl methyl maleate. 
[0031] Examples of the monomers M having a fumaroyloxy group in the molecule include trimethylsilyl methyl fuma- 
rate, triethylsilyl ethyl fumarate. tri-n-propylsilyl-n-propyl fumarate, tri-n-butylsilyl-n-butyl fumarate, tri-n-amylsllyl-n- 
amyl fumarate, tri-n-hexylsilyl-n-hexyl fumarate, tri-n-octylsilyl dodecyl fumarate, tri-n-dodecylsilyl methyl fumarate. 
triphenylsilyl methyl fumarate, tri-p-methylphenylsilyl methyl fumarate, triisopropylsilyl methyl fumarate, triisobutylsilyl 
methyl fumarate, tri-2-chloroisopropylsilyl methyl fumarate. tri-t-butylsilyl methyl fumarate. ethyldlmethylsllyl methyl 
fumarate, n-butyldimethylsilyl methyl fumarate, and n-octyldi-n-butylsilyl methyl fumarate. 

[0032] Examples of the monomers M having an itaconoyloxy group in the molecule include trimethylsilyl methyl 
itaconate, triethylsilyl ethyl itaconate, tri-n-propylsilyl-n-propyl Itaconate, tri-n-butylsilyl-n-butyl itaconate, tri-n-amylsilyl- 
n-amyl itaconate, tri-n-hexylsilyl-n-hexyl itaconate, tri-n-octylsilyl dodecyl Itaconate, tri-n-dodecylsilyl methyl itaconate, 
triphenylsilyl methyl itaconate, tri-p-fluorophenylsilyl methyl itaconate, triisopropylsilyl methyl Itaconate, triisobutylsilyl 
methyl Itaconate. tri-2-cyanoisopropylsilyl methyl Itaconate, tri-t-butylsilyl methyl itaconate. ethyldimethylsilyl methyl 
itaconate, n-butyldimethylsilyl methyl itaconate, and n-octyldl-n-butylsilyl methyl itaconate. 

[0033] Examples of the monomers M having a citraconoyloxy group in the molecule include trimethylsilyl methyl 
citraconate. triethylsllyl ethyl citraconate, tri-n-propylsllyl-n-propyl citraconate, tri-n-butylsilyl-n-butyl citraconate, tri-n- 
amylsilyl-n-amyl citraconate, tri-n-hexylsilyl-n-hexyl citraconate, tri-n-octylsilyl dodecyl citraconate, tri-n-dodecylsilyl 
methyl citraconate, triphenylsilyl methyl citraconate, tri-p-hydroxyphenyisilyl methyl citraconate. triisopropylsilyl methyl 
citraconate, triisobutylsilyl methyl citraconate, tri-2-bromoisopropylsityl methyl citraconate, tri-t-butylsilyl methyl citra- 
conate, ethyldimethylsilyl methyl citraconate, n-butyldimethylsilyl methyl citraconate. and n-octyldi-n-butylsilyl methyl 
citraconate. 

[0034] The polymerizable monomers other than monomers M are monomers copolymerizable with monomers M. 
Examples thereof include acrylic acid and acrylic esters such as methyl acrylate, ethyl acrylate, n-butyl acrylate, t-butyl 
acrylate, s-butyl acrylate, 2-ethylhexyl acrylate, cyclohexyl acrylate, 2-hydroxyethyl acrylate, 2-hydroxypropyl acrylate, 
glycidyl acrylate, 2-methoxyethyl acrylate, and 2-ethoxyethyl acrylate; and methacrylk; acid and methacrylic esters 
such as methyl methacrylate, n-butyl methacrylate. t-butyl methacrylate, s-butyl methacrylate, 2-ethylhexyl methacr- 
ylate, cyclohexyl methacrylate, 2-hydroxyethyl methacrylate, 2-hydroxypropyl methacrylate, glycidyl methacrylate, 
2-methoxyethyl methacrylate, and 2-ethoxyethyl methacrylate. 

[0035] Other examples of the polymerizable monomers include vinyl esters such as vinyl acetate, vinyl propionate, 
vinyl butyrate, vinyl benzoate. and VeoVa 9 and VeoVa 10 (trade names; manufactured by Showa Shell Kagaku K.K., 
Japan), maleic esters such as dimethyl maleate. diethyl maleate, dl-n-propyl nnaleate. dilsopropyl maleate. and dl- 
2-methoxyethyl maleate, ffumaric esters such as dimethyl fumarate. diethyl fumarate, di-n-propyl fumarate, dilsopropyl 
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fumarate, and dl-2-methoxyethyl fumarate, crotonic esters, rtaconic esters, cllraconic esters, styrene, vinyltoluene, a- 
methylstyrene, and acrylonitrile. 

[0036] In producing the polymer containing organosllyl ester groups of Ingredient B, the proportion of at least one of 
monorners M represented by formula (1 ) to at least one polymerizable monomer other than monomers M can be suitably 
determined according to the use of the coating composition. In general, however, the proportion of at least one of 
monomers M is preferably from 1 to 1 00% by weight and that of at least one other monomer is preferably from 99 to 
0% by weight. 

[0037] The polymer containing organosllyl ester groups of ingredient B can be obtained by polymerizing such a 
monomer mixture in the presence of a polymerization catalyst by any of various methods such as solution polymeri- 
zation, bulk polymerization, emulsion polymerization, and suspension polymerization in an ordinary way. In preparing 
a coating composition using this polymer containing organosllyl ester groups of Ingredient 8, the polymer is preferably 
diluted with an organic solvent to give a polymer solution having an appropriate viscosity. From this standpoint, it Is 
desirable to employ solution polymerization or bulk polymerization. 

[0038] Examples of the polymerization catalyst include azo compounds such as azobisisobutyronitrile and triphenyl- 
methylazobenzene and peroxides such as benzoyl peroxide, di-t-butyl peroxide, t-butyl peroxybenozate, and t-butyl 
peroxylsopropylcartaonate. 

[0039] Examples of the organic solvent include aromatic hydrocarbons such as xylene and toluene, aliphatic hydro- 
carbons such as hexane and heptane, esters such as ethyl acetate and butyl acetate, alcohols such as isopropyl 
alcohol and butyl alcohol, ethers such as dioxane and diethyl ether, and ketones such as methyl ethyl ketone and 
methyl isobutyl ketone. These compounds are used alone or as a mixture of two or more thereof. 
[0040] The thus-obtained polymer containing organosllyl ester groups of ingredient B has a weight-average molecular 
weight of from 1 ,000 to 1 50,000. If the molecular weight thereof Is too low (i.e. , less than 1 .000). it is difficult to form a 
normal film. If the molecular weight thereof is too high (i.e., more than 150.000), the coating composition obtained 
using the polymer has too high a viscosity and should hence be diluted with a thinner. Such a diluted coating composition 
is disadvantageous in that since the coating film thickness obtainable per coating operation is small, a larger number 
of coating operations are necessary. The solution of the polymer of Ingredient B desirably has a viscosity of 150 P or 
lower at 25'C. For attaining such a viscosity, the polymer solution of Ingredient B is desirably regulated so as to have 
a solid content of from 5 to 90% by weight, preferably from 16 to 85% by weight. 

[0041] Ingredient (C) used as the last essential component in the coating composition of the present invention is an 
antifoulant. This ingredient can be selected from a wide variety of conventionally known antifoulant compounds, whfch 
are roughly divided Into three groups, i.e., inorganic compounds, organometallic compounds, and metal-free organic 
compounds. Examples of the inorganic compounds include copper powder, copper compounds such as cuprous oxide, 
cuprous thiocyanate. copper cartjonate, copper chloride, and copper sulfate, zinc sulfate, zinc oxide, nickel sulfate' 
and copper-nk^kel alloys. 

[0042] The organometallic compounds include, for example, organocopper compounds, organonickel compounds, 
and organozinc compounds. Also usable are maneb, manzeb. proplneb, and the like. Examples of the organocopper 
compounds include oxine copper, copper nonylphenolsulfonate, copper bis(ethylenediamine) bls(dodecylbenzenesul- 
fonate). copper acetate, copper naphthenates, copper bis{pentachlorophenolate)s, and copper pyrithlone; Examples 
of the organonickel compounds Include ntekel acetate and nickel dimethyldithiocarbamate. Examples of the organozinc 
compounds include zinc acetate, zinc carbamate, zinc dimethyldithiocarbamate, zinc pyrithlone, and zinc ethylenebl- 
sdithiocari3amate. 

[0043] The metal-free organic compounds Include, for example. N-trihalomethylthiophthalimides, dithiocarbamic ac- 
ids, N-arylmaleimides, 3-(substituted amino)-1 ,3-thiazolidine-2.4-diones. dithiocyano compounds, triazine compounds, 
and others. 

[0044] Examples of the N-trihalomethylthiophthallmldes include N-trichloromethyithiophthalimide and N-f luorodichlo- 
romethylthiophthalimide. Examples of the dithlocartsamic acids Include bis(dimethylthiocart3amoyl) disulfide, ammoni- 
um N-methyldithiocarbamate, ammonium ethylenebis(dlthlocarbamate), and milneb. 

[0045] Examples of the N-arylmalelmldes Include N-(2,4.6-trlchlorophenyl)maleimlde, N-4-tolylmaleimide, N-3-chlo- 
rophenyimaleimlde, N-(4-n-butylphenyl)maleimide, N-(anilinophenyl)maleimide, and N-(2,3-xylyl)maleimlde. 
[0046] Examples of the 3-(substituted amlno)-1 ,3-thiazolidine-2,4-diones include 3-benzylideneamino-1 ,3-thlazolid- 
lne-2,4-dione, 3-(4-methylbenzylldeneamino)-1 ,3-thiazolidine-2,4-dione. 3-(2.hydroxybenzylldeneamino)-1 ,3-thlazoli- 
dine-2,4-dione, 3-(4-dimethylamlnobenzylideneamlno)-1 ,3-thiazolldine-2.4-dione, and 3-(2,4-dichlorobenzylideneam- 
ino)-1 ,3-thlazo|jdine-2,4-dione. 

[0047] Examples of the dithiocyano compounds include dithiocyanomethane, dithiocyanoethane, and 2.5-dithlocy- 
anothlophene. Examples of the triazine compounds include 2-methylthio-4-t-butylamino-6-cyclopropylamino-s-tri- 
azine. 

[0048] Examples of the other metal-free organic compounds include 2,4,5,6-tetrachIorolsophthalonitrile, N,N-dime- 
thyl-N'-dtehlorophenylurea, 4,6-dk;hloro-2-n-octylisothiazolln-3-one, N,N-dimethyl-N'-phenyl(N-fluorodtehloromethyl- 
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thlo)sulfamlde, tetramethylthluram disulfide. 3-jodo-2-propynyIbutyl carbamate. 2-(metho)(ycafbonylamlno)ben2imida- 
zole, 2,3,5,6-tetrachloro-4-{methylsulfonyl)pyridine, dliodomethyl p-tolyl sulfone, phenyl(bispyridlne)blsmuth dichlo- 
ride. 2-(4-thiazolyObenzimidazole. and pyridine triphenylborane. 

[0049] At feast one member selected from such various antifoulants is used in the present invention In an amount 
5 of usually from 0.1 to 80% by weight, preferably from 1 to 60% by weight, based on the total amount of all solid ingre- 
dients in the coating composition. If the amount of the antifoulant is too small (i.e., less than 0.1% by weight), an 
antifouling effect cannot be expected. If the amount thereof is too large (i.e., more than 80% by weight), the coating 
film fomfied from the coating composition is apt to develop defects such as cracks and peeling and be less effective in 
fouling prevention. 

10 [0050] Various additive ingredients may be suitably incorporated into the coating composition of the present Invention 
thus prepared. Examples of the optional ingredients include colorants such as pigments, e.g., red iron oxide, zinc oxide, 
and talc, and dyes, dehumidlfiers, and additives ordinarily employed in paints, such as antisagging agents, plasticizers, 
e.g., chlorinated paraffins, dioctyl phthalate, and tricresyl phosphate, ultraviolet absorbers, e.g., benzophenone com- 
pounds and benzotriazole compounds, antiflooding agents, antisettling agents, antlfoaming agents, silanols, polysi- 

'5 loxanes, and alkoxysilanes. 

[0051] For forming an antifouling coating film from the coating composition of the present invention on the surface 
of a structure to be submerged In seawater. use may be made of a method in which the coating composition Is applied 
on the surface in a suitable manner and the solvent is removed by evaporation at ordinary temperature or with heating. 
By this method, a dry coating film can be easily formed on tiie surface of the structure. 

^ [0052]. The present invention will be explained below in more detail by reference to Preparation Examples, Examples, 
and Comparative Examples. In these examples, all parts are by weight, and the molecular weights are given in tenns 
of weight-average molecular weight measured by GPC (gel pemieation chromatography) and calculated for standard 
polystyrene. Further, monomers to Mg, used in Preparation Examples, are monomers M represented by fonmula 
(1 ) wherein Ri to R3 and X are as shown in Table 1 . 

2S 

Table 1 





Oiganic Groups In Formula (1) 


Ri 






X 


Monomer 


CH3 


CH3 


t-C4Hg 


CH2=CHCOO 


Monomer M2 






i-CgH^ 


CH2=CHC00 


Monomer M3 


n-C4H9 


n-C^Hg 


n-C4Hg 


CH2=C(CH3)COO 


Monomer M4 


CeHs 


CeHs 




CH2=C(CH3)COO 


Monomer M5 


l-CgHy 


I-C3H7 


I-C3H7 


CH2=C{CH3)COO 


Monomer Mg 






i-CgH^ 


l-CsH^^OOCCH^CHCOO (malelnoyloxy group) 


Monomer M7 


CeHs 




t-C4H9 


CH30OCCH=CHCO0 (fumaroyloxy group) 


Monomer Mg 




n-C4Hg 


n-C4Hg 


CH2=C(CH2COO-n-C5Hii)COO (Itaconoyloxy group) 


Monomer Mg 


"-C20H41 


P-CH3-C6H4 


m-CI-C6H4 


n-C6H,300CC(CHg)=CHCOO (citraconoyloxy group) 



PREPARATION EXAMPLES 1 TO 4 



[0053] According to the fonmulations shown in Table 2, a solvent a was Introduced into a flask equipped with a stirrer 
and then heated to a given reaction temperature, and a mixture of a monomer M, one or more other monomers, and 
a polymerization catalyst a was added dropwise to the solvent in the flask with stirring over a period of 3 hours. After 
completion of the addition, the reaction mixture was kept at that temperature for 30 minutes. Subsequently, a mixture 
of a solvent b and a polymerization catalyst b was added dropwise thereto over a period of 20 minutes, and the resulting 
mixture was continuously stin-ed at that temperature for 2 hours to complete the polymerization reaction. A diluting 
solvent was finally added for dilution. Thus, polymer solutions Si to S4 were obtained. 

PREPARATION EXAMPLES 5 TO 8 

[0054] Into a heat- and pressure-resistant vessel were Introduced a monomer M, other monomers, and a polymer- 
ization catalyst according to the formulations shown In Table 3. The vessel was completely closed, and the contents 
were heated to a given reaction temperature witt) shaking and were then continuously shaken at that temperature for 
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8 hours to complete the reaction. Subsequently, a diluting solvent was added and the resulting mixture was shaken 
for 1 hour to dissolve the reaction product. Thus, polymer solutions S5 to Sg were obtained. 

PREPARATION EXAMPLES 9 TO 16 

[0055] Into a flask equipped with a stin-er were Introduced a solvent, one or more monomers M, other monomers, 
and a polymerization catalyst according to the formulations shown In Tables 4 and 5. The contents were heated to a 
given temperature with stirring and then continuously stirred at that temperature for 8 hours to complete the reaction 
Subsequently, the reaction mixture was diluted with a diluting solvent. Thus, polymer solutions Sg to S^e were obtained 
[0056] In Tables 2 to 5. "VeoVa 9" and "VeoVa 1 0" (trade names of Showa Shell Kagaku K.K.) each is a vinyl ester 
monomer, and "Perbutyl 1" (registered trademark in Japan of NOP CORPORATION) is an organic peroxide. 



8 
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Table 2 







Preparation Example 






1 


2 


3 


4 




Solvent a 


xylene 


40 


40 


- 


30 






butyl acetate 


- 


10 


40 


- 




Monomers M 


monomer 


50 


■r 


- 








monomer M2 


- 


30 


- 


- 






monomer M3 


- 


- 


50 


- 






monomer 


- 


• 


- 


10 






monomer M5 


* 


- 


- 


- 






monomer Mg 


- 


- 


- 


- 






monomer M7 


- 


- 


- 


- 






monomer Mg 


- 


- 


- 


- 






monomer Mg 


- 


■ 




- 




Other monomers 


mpthvl miathaorvlato 




70 


40 


- 




■ ■- 


n-hiitvl mAthar*rv/lato 
ii^juiyi 1 1 icfLi ictui y Idle 


30 


- 


- 


- 






9-mPthnyvAth\/l mAthacnAata 
*• 1 1 idiiuAycii lyi iiicLiiai^iyiellc 


- 


- 


■ 


5 






n-bijlvt aprvlat^ 


- 


- 


- 


5 






c CLiiyiiicAyi abiyialc 


10 


- 


- 


- • 






c^riieinuxyeinyi acryiaie 


- 


- 


- 


- 








- 


- 




- 






vtnvl acetRtp 


- 


- 


- 


30 






vinvl DfODionfltp 


- 


- 




- 






vinvi bpn7n9tp 


- 


- 


- 








VeoVa 9 


- 


- 


- 


10 






VeoVa 10 . 




. - 




- 






dlmeti^vi maleate 


- 


- 


- 


10 






di-2-methoxvethvl malfiate 


- 


- 


- 


- 






styrene 


- 


- 


- 


30 






<x-methylstyrene 


10 


- 


10 


- 




Polymerization catalyst a 


azobisisobutvranitrllA 


- 


- 


- 


6 






Pprhiitvl 1 


2 


1 


2 


- 




Solvent b 


xylene 


10 


10 


10 


10 




Polymerization catalyst b 


azobisisobutyronitrile 








1 






Perbutyl 1 


1 


1 


1 






Diluting solvent 


xylene 


47 


38 


16 


54 






butyl acetate 






31 




Reaction temperature f^C) 




140 


135 


126 


80 


Solid concentration (wtZ) 




50 


50 


50 


50 
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Preparation Example 


1 


2 


3 


4 


Molecular weight of polymer (x 1 ,000) 


35 


42 


96 


40 


Symbol of polymer solution 


Si 


Sa 


S3 


S4 



Table 3 





5 


6 


7 


8 


Fo mi Illation (parts) 


Monomers M 


monomer M^ 


* 


■ 










monomer M2 


* 






60 






monomer M3 




- 


- 


- 






monomer M4 


- 


- 


• 


- 






monomer M5 


80 


- 


- 


- 






monomer Mg 


- 


50 


- 


• 






monomer M7 


- 


- 


20 


- 






monomer Mg 


- 


- 


- 


5 






monomer Mg 


- 


- 


- 


- 




Other monomers 


methyl methacrylate 


15 


- 


10 


25 






n-butyl methacrylate 


- 


- 


- 


- 






2-methoxyethyl methacrylate 


- 


- 


- 


- 






n -butyl aery late 


- 


- 


- 


- 






2-ethylhexyl acrylate 


5 


- 


- 


- 






2-methoxyethyl acrylate 


* 


■ 


50 


10 






acrylic acid 




■ 


- 


- 






vinyl acetate 




10 


- 








vinyl propionate 




5 


- 


- 






vinyl benzoate 






20 








VeoVa 9 














VeoValO 




6 










dimethyl maleate 




20 










di-2*methoxyethyl maleate 














styrene 














a-methylstyrene 




10 








Polymerization catalyst 


azobisisobutyronitrile 






2 


2 






Perbutyl 1 


2 


2 








Diluting solvent 


xylene 


98 


70 


98 


63 






butyl acetate 




28 




35 


Reaction temperature ('C) 




120 


120 


80 


60 


1 Solid concentration (wt%) 




50 


50 


50 


50 



Preparation Example 



10 
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Table 3 (continued) 







Preparation Example 






5 


6 


7 


8 


Molecular weight of polymer (x 1 ,000) 


32 


15 


8 


6 


Symbol of polymer solution 


Ss 


Se 


S7 


Ss 


Table 4 












Preparation Example 










11 


12 


Formulation (parts) 


Solvent 


xylene 


A A 

44 


50 


25 


40 






butyl acetate 






10 






Monomers M 


monomer Mi 




1 










monomer Mm 






100 








monomer M« 








20 






monnmpr M . 














iiiuiiwfiici ivig 






■ 








iriDfiDrnor ivig 














iMuiiuiiici vn-9 








* 






rnonorner ivig 


60 




■ 


30 






MlUIIUlllCI iVIg 


6 






* 




Other monomers 


iiicLiiyi 1 iicinacryiciic 














n^butv) mf>thsi^n/lnto 




30 










P-rnethoxvethx/l methaf^n/tatA 














II uuiyi Owl y Idle 


20 












lyiiicAyi Bwiyiciio 














P-mAthnwAthx/t af^mintA 
1- 1 1 ivu ivAycLiiyi eu^iyieiu? 














acrvlic acid 














vinvl acetate 




40 










vinyl propionate 














vinyl benzoate 








30 






VeoVa 9 


10 












VeoVa 10 


15 












dimethyl maleate 














di-2-methoxyethyl maleate 








20 






styrene 




10 










a-methylstyrene 




19 








Polymerization catalyst 


azoblsisobutyronitrile 














Perbutyl 1 


1 


2 


1 


2 




Diluting solvent 


xylene 


55 


36 


64 


48 






butyl acetate 




12 




10 



11 
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Preparation Example 


9 


10 


11 


12 


Reaction temperature C^C) 




120 


110 


135 


140 


Solid concentration (wt%) 




50 


50 


50 


50 


Molecular weight of polynner (x 1 ,000) 




125 


11 


21 


40 


Symbol of polymer solution 








^12 1 



12 
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Table 5 







Preparation Example 






13 


14 


15 


16 


Formulation (parts) 


Solvent 


xylene 


44 


30 


35 


40 






butyl acetate 




10 








Monomers M 


monomer M^ 






5 








monomer Mg 


6 




16 








monomer M3 








10 






monomer M4 




25 


10 








monomer M5 


5 












monomer Mg 








50 






monomer M7 




25 










monomer Mg 








10 






monomer M9 








5 




Other monomers 


methyl methacrylate 


50 




25 








n-butyl methacrylate 


5 












2-methoxyethyl methacrylate 


5 




19 








n-butyl acrylate 




20 


30 








2-ethylhexyl acrylate 


10 












2-methoxyethyl acrylate 


20 






5 






acrylic acid 






1 








vinyl acetate 














vinyl propionate 




30 










vinyl benzoate 














VeoVa 9 








10 






VeoVa 10 














dimethyl maleate 














di-2-methoxyethyl maleate 














styrene 








10 






a-methylstyrene 












Polymerization catalyst 


azoblsisobutyronitrile 






0.5 


2 






Perbutyl 1 


5 


5 








Diluting solvent 


xylene 


51 


55 


52 


58 






butyl acetate 






12.5 




Reaction temperature (*C) 




120 


143 


70 


80 


Soiid concentration (wt%) 




50 


50 


50 


50 


Molecular weight of polymer (x 1 ,000) 




5 


1 


147 


102 


Symbol of polymer solution 


Sl3 


Sl4 


Sis 


^16 



13 
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EXAMPLES 1 TO 20 



[0057] Polymer solutions to S^g each was mixed with various Ingredients according to the fomiulatlons shown in 
Tables 6 to 10 (the numerals indicating Ingredient amounts are given in tenro of wt%). The resulting mixtures each 
was homogenized with a homomixer at 2,000 rpm. Thus, twenty coating compositions were prepared. 

COMPARATIVE EXAMPLES 1 TO 6 



[0058] "Laroflex M P-l 5" (trade name of BASF AG; vinyl chloride resin), "Pliolite S-5B" (trade name of The Goodyear 
Tire & Rubber Company; styrene-butadlene rubber). Toyoparax A-70" (trade name of Tosoh Corp.. Japan; chlorinated 
paraffin resin), and "Polysol EVA-AD-3" (trade name of Showa Highpolymer Co., Ltd.. Japan; ethyleneA^inyl acetate 
copolymer) each was mixed with various ingredients according to the fonnulations shown in Table 11 (the numerals 
indicating ingredient amounts are given in temris of wt%). The resulting mixtures each was homogenized with a hom- 
omixer at 2,000 rpm. Thus, three coating compositions were prepared. 

[0059] In Tables 6 to 1 1 , "Dimerex" (trade name of Hercules Inc.) Is a polymerized rosin, "Dlsparion A630-20X" and 
"Disparlon 4300" (trade names of Kusumoto Chemicals Ltd., Japan) and "Bentone SD-2" (trade name of Rheox, Inc.) 
each Is an antisagging agent, "KMP590- (trade name of Shin-Etsu Chemical Co., Ltd., Japan) is a silicone resin powder, 
and Tlnuvin 900" (trade name of Ciba-Geigy Ltd.) is an ultraviolet absorber. 



Table 6 





Example 






2 


3 


A 
H 


Ingredient A 


tali rosin 


10 










gum rosin 






1 n 






wood rosin 




5 








Dimerex 












hydrogenated rosin 










Ingredient B 


polymer solution 


20 


10 








polymer solution S2 






45 


20 




polymer solution S3 




20 








polymer solution S4 












polymer solution Sg 








20 




polymer solution 












polymer solution 87 












polymer solution Sg 












polymer solution Sg 










Ingredient C 


cuprous oxide 


5 




36 


5 




copper thiocyanate 




20 








Cu-Ni solid solution alloy 








5 




N.N-dlmethylchlorophenylurea 




10 








4,5-dichloro-2-n-octylisothiazolin-3-one 


10 










2,3,5,6-tetrachloro-4-(methylsulfonyl) pyridine 




10 








2-pyridinethiol-1 -oxide zinc salt 






2 






2,4,6-trichlorophenylmaleimide 


3 










3-iodo-2-propynylbutyl carbamate 


5 









14 
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Tables (continued) 






Example 






i 
1 


o 


o 


4 


Plasticizer 


chlorinated paraffin 
tricresyl phosphate 










Pigment 


talc 








2 




red iron oxide 


3 


5 


2 


1 




zinc oxide 




3 




1 




titanium dioxide 




1 


1 


1 


Antisagging agent 


Disparlon A630-20X 

Bentone SD-2 


2 
1 


2 


.2 


3 


Additive 


trimethyl silanol 
KMP590 
Tinuvin 900 










Solvent 


xylene 
butyl acetate 


31 
10 


14 


2 


12 


Total 


100 


100 


100 


100 



Table 7 





Example 


5 


6 


7 


8 


ingredient A 


tali rosin 
gum rosin 
wood rosin 
Dimerex 

hydrogen ated rosin 


20 


5 
10 


55 


12 


ingredient B 


polymer solution 












polymer solution 83 












polymer solution S3 












polymer solution S4 


40 










polymer solution 85 




30 


5 






polymer solution 8g 








25 




polymer solution 87 












polymer solution Sg 






10 






polymer solution Sg 











15 
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Table 7 (continued) 







Example 






5 


6 


7 


8 


Ingredient C 


cuprous oxide 




30 




20 




copper thiocyanate 


10 


10 




_ 




Cu-Ni solid solution alloy 


_ 




_ 






2,4,5,6-tetrachloroisophthalonltrjle 


10 










N-(fluorodichloromethy!thio)phthallniide 








20 




2,3,5,6-tetrachloro-4-(methylsutfonyl) pyridine 


10 










2-pyridinethiol-1 -oxide zinc salt 






2 






2-pyridlnethiol-1 -oxide copper salt 




2 








3-iodo-2-propynylbutyl carbamate 






2 




Plasticizer 


chlorinated paraffin 


3 










tricresyl phosphate 










Pigment 


talc 






8 


2 




red iron oxide 






2 


2 




zinc oxide 






5 






titanium dioxide 


1 




3 


1 


Antisagging agent 


Disparlon A630-20X 


4 


3 


3 


2 




Bentone SD>2 








1 


Additive 


trimethyi silanoi 












KMP590 












Tinuvin 900 










Solvent 


xylene 


2 


10 


6 


15 




butyl acetate 










Total 


100 


100 


100 


100 



Table 8 







Example 




9 


10 


11 


12 


Ingredient A 


tall rosin 


1 






20 




gum rosin 






20 


15 




wood rosin 








15 




Dimerex 




20 




20 


- 


hydrogenated rosin 











16 
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Table 8 (continued) 







Example 






9 


10 


11 


12 


Ingredient B 


polymer solution 




30 








polymer solution S2 












polymer solution S3 












polymer solution S7 


30 










polymer solution Ss 












polymer solution Sg 




5 






1 


polymer solution 8^0 






25 






polymer solution S^^ 






5 






polymer solution 8^2 








2 


Ingredient C 


cuprous oxide 






10 


20 




copper thiocyanate 






10 






Cu-Ni solid solution alloy 


50 










2,4,5,6-tetrachloroisophthalonitrile 












N.N-dimethylchlorophenylurea 












4,6-dichloro-2-n-octylisothia2olin-3-one 












2'pyridinethiol<1 -oxide zinc salt 






1 w 






2-pyridinethiol-1 -oxide copper salt 






c 
0 






2-(thiocyanomethylthlo)benzothiazole 










Plasticizer 


chlorinated paraffin 


1 










tricresyi phosphate 










Pigment 


talc 






1 






red iron oxide . 












zinc oxide 




3 


•| 






titanium dioxide 




•} 






Antisagging agent 


Disparlpn A630-20X 


3 


3 


3 






Bentone SD-2 










Additive 


trimethyl siianol 












KMP590 












Tinuvin 900 










Solvent 


xyiene 


9 


8 


5 


3 




butyl acetate 


5 








Total 


100 


100 


100 


100 
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Table 9 







Example 






13 


14 


15 


16 


Ingredient A 


tall rosin 


- 


- 


- 


20 




gum rosin 


13 


- 


- 






wood rosin 


- 


- 


5 


- 




Dimerex 


- 


5 


- 


- 




hydrogenated rosin 


- 


5 


- 


- 


Ingredient B 


polymer solution 


- 


- 


- 


5 




polymer solution 83 


4 


- 


- 


- 




polymer solution S3 


- 


3 


- 


- 




polymer solution S^^ 


- 


- 


20 


- 




polymer solution 8^2 


- 


- 


- 


5 




polymer solution 8^3 


4 


- 


15 


• - 




polymer solution 8^4 


- 


60 


- 


- 




polymer solution 8^5 


- 


- 


20 


- 




polymer solution 8^g 


- 


- 


- 


20 


Ingredient C 


cuprous oxide 


68 


- 


20 


- 




copper thiocyanate 


- 


- 


- 


20 




Cu-Ni solid solution alloy 


- 


- 


- 


- 




2,4,5,6-tetrachloroisophthalonltrile 


- 


- 


- 


- 




N,N-dimethylchlorophenylurea 


- 


- 


- 


- 




pyridine triphenylborane 


- 


3 




- 




2,3,5,6-tetrachloro-4-(methyIsulfonyl) pyridine 


2 


- 


- 


- 




2>pyridlnethiol-1 -oxide copper salt 


- 


- 


1 


- 




zinc dimethylthiocarbamate 


- 


2 


- 


- 


Plasticizer 


chlorinated paraffin 


- 


- 


- 


5 




tricresyl phosphate 


- 


- 


2 


- 


Pigment 


talc 


- 


- 


- 


2 




red iron oxide 


- 


- 


- 


- 




zinc oxide 


• 


1 


1 


5 





titanium dioxide 


- 


- 


- 


- 


Antisagging agent 


DIsparlon A630-20X 


2 


3 


3 


3 




Rentone SD*P 


1 








Additive 


trimethyl stianol 






1 






KMP590 






1 






Tinuvin 900 






1 




Solvent 


xylene 


6 


18 


10 


15 




butyl acetate 











1B 
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Table 9 (continued) 





Example 


13 


14 


15 


16 


Total 


100 


100 


100 


100 



Table 10 





Example 




17 


18 


19 


20 


Ingredient A 


gum rosin 








0.5 




wood rosin 






2 






coDoer fDsinate 

*»w|i*|i#wi i wall Idle 


3 










calcium rosin ate 




30 












30 






Ingredient B 


Dol\/m6r solutinn 


60 










oolvmer solutinn 5?^ 








40 




nnl\/mpr enliitinn Q 
IJuiyiMci ouiuuuil Og 








40 




MDolviTifir sniiitinn 

lTl|i/Uiyi 1 Id OUIUUUIl Og 












oolvmer solution 












□olvmer solution 




27.4 








nniv/mor cnliiti^n C 
puiyiiici ouiuilun wg 












Dolvmer solution S-^^ 








- 




puiymer soiuiion o-|j 






70 




Inciredient C 


cuprous oxioe 


6 


~ 


15 


5 




copper iniocyanaie 


3 




" 


• 




Cu-Ni solid solution nllnv 






2 


- 








0.2 




1 




N,N-dimethylchlorophenylurea 












4,5-dichloro-2-n-octylisothiazolln-3-one 








5 




N-(fluorodicliloromet)iylthio)phthalimide 












pyridine triphenylborane 


5 








1 Plasticizer 


2-pyridinethiot-1 -oxide copper salt 


5 




2 


1 




chlorinated paraffin 












tricresyl phosphate 










Pigment 


talc 


2 










red iron oxide 


3 


1 


1 


2 




zinc oxide 


1 










titanium dioxide 


3 




1 




Antisagging agent 


Disparlon A630-20X 


2 


1 


2 


3 




Bentone SD-2 


1 
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Table 10 (continued) 





Example 


17 


18 


19 


20 


Additive 


trimethyl silanol 
KMP590 
Tinuvin 900 










Solvent 


xylene 
butyl acetate 


7 


0.4 
10 


5 


2.5 


Total 


100 


100 


100 


100 



Table 11 





Comparative Example 




1 


2 


3 


4 


5 


6 


Ingredient A 


tall rosin 


- 




~ 










gum rosin 


20 


20 


20 




5 


20 




wood rosin 


- 










* 




DImerex 




• 








- 




hydrogenated rosin 


: ■ 






* 


* 


- 


Blending polymer 


LaroflexMP-15 


10 






* 


* 






Pllollte S-5B 


* 


10 


• 


- 








Toyoparax A-70 






10 






* 




polymer solution S7 








70 








polyisobutylene 










6 






Polysol EVA-AD-3 (50% solution) 












10 


Ingredient C 


cuprous oxide 


30 


30 


30 


20 


37 


37 




copper thiocyanate 
















Cu-NI solid solution alloy 
















2,4,5,6-tetrachIoroisophthalonitrile 
















N,N-dimethylchlorophenylurea 
















4,5-dichloro-2-n-octylisothlazolln>3-one 
















N-(fluorodichloromethylthlo) phthalimide 
















pyridine triphenylborane 
















2,3,5,6-tetrachloro-4-(methylsulfonyl)-pyridine 
















2-pyridinethiol-1 -oxide zinc salt 
















2-pyridinethioM -oxide copper salt 
















2,4,6-trichlorophenylmaleimide 
















3-iodo-2-propynylbutyl carbamate 








5 








zinc dimethyldithiocarbamate 
















2-(thiocyanomethylthio)benzothiazole 
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Comparative Example | 






4 

1 


2 


3 


4 


5 


6 


Plasticizer 


chlorinated paraffin 












• 




tricresyl phosphate 










■ 




Pigment 


talc 


2 


2 


2 










red iron oxide 


2 


2 


2 




* 


3 




zinc oxide 




' 






* 


- 




titanium dioxide 


1 


1 


1 






■ 


1 Antlsagging agent 


Disparion A630-20X 


2 


2 


2 


3 








Disparlon 4300 




" 


" 


• 


* 


10 




Bentone SD-2 


1 


1 


1 


• 


- 


- 


Additive 


trimethyl silanol 
















KMP590 
















Tinuvin 900 














Solvent 


xylene 


32 


32 


32 


2 


45 


20 




solvent naphtha 










5 






MIBK 










3 






butyl acetate 














Total 


100 


100 


100 


100 


100 


100 



10 



IS 



20 



25 



30 



35 



40 



45 



50 



55 



[0060] Each of the coating compositions prepared In Examples 1 to 20 and Comparative Examples 1 to 6 given 
above was subjected to a test for examining film surface residue layer formation, film erosion test, antifouling perform- 
ance test, adhesion test, cracking resistance test, recoating test, and test for evaluating the ability to prevent marine- 
organism attachment over the out-fitting period, by the methods described below. The results obtained are shown In 
Tables 12 to 20 given later. 

Test for Examining Film Surface Residue Layer Formation 

[0061] Blasted steel panels (1 00 mm x 200 mm x 1 mm) were spray-coated twice with a tar-epoxy anticorrosive paint 
in a thickness of 1 25 nm on a dry basis for each application , and further coated with a tar-vinyl sealer coat in a thickness 
of 70 ^m on a dry basis. The steel panels were then spray-coated twice with each coating composition in a thickness 
of 1 00 urn for each application. The thus^oated steel panels were dried for 1 week In a thermo-hygrostatte chamber 
at 20'C and a humidity of 75%. Thus, six test pieces were produced for each coating composition. 
[0062] The test pieces thus produced were Immersed in artificial seawater. After immersion for each of 3, 6, 1 2, 1 8, 
and 24 months, the test pieces were pulled out of the water and cut. The cut surfaces were polished and then examined 
with a stereomicroscope to measure the thickness of any residue layer fonned on each coating film surface. 

Film Erosion Test 

[0063] Steel panels (100 mm x 100 mm x 1 mm) which each had been coated on both sides with an anticorrosive 
paint were spray-coated, on the front side, with each coating composition twice in a thickness of 200 [im on a dry basis 
for each application. The thus-coated steel panels were dried indoors at 20»C for 1 week to produce test pieces. 
[0064] These test pieces were fixed to the outer circumferential surface of a cylindrical drum having a diameter of 
50 cm. This drum was immersed in the seawater of Yura Bay. Sumoto. Hyogo. Japan at a depth of 1 m from the sea 
level, and rotated with a motor at such a rate that the peripheral speed of the drum was 16 knots. The reduction In 
coating film thickness caused by erosion was measured at an interval of 3 months over a period of 24 months. The 
average film erosion rate (^m/month) for the initial 6 months and that for the period of from the 6th to the 24th month 
were cateulated. An average film erosion rate of 3 ^im/month or higher correlates with satisfactory antifouling perform- 
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ance. In test pieces in which the average film erosion rate for the 6th to 24th month period was within the range of ±1 
jim/hionth based on the average film erosion rate for the initial 6 months, the rate of film erosion was constant. 

Antifouling Performance Test 

[0065] Sandblasted steel panels (1 00 mm x 200 mm x 1 mm) coated beforehand with a tar-vinyl anticorroslve paint 
were spray-coated on both sides with each coating composition twice in a thickness of 240 ^im on a dry basis for each 
side. The coated panels were dried for 1 weel< in a themio-hygrostatic chamber at 20*C and a humidity of 75% to 
produce test pieces. These test pieces were immersed In the seawater of Aioi Bay, Aioi, Hyogo, Japan, for 24 months 
to examine the change with time of the proportion of that area of the coating film wiilch was covered with marine 
organisms attached thereto. 



Adhesion Test 

[0066] Blasted steel panels were spray-coated twice with a tar-epoxy antteon-oslve paint In a thickness of 125 jim 
on a dry basis for each application, and further coated with a tar-vinyl sealer coat in a thickness of 70 |un on a dry 
basis. The coated steel panels were spray-coated twice with each coating composition in a thickness of 100 pjn on a 
dry basis for each application and then dried for 1 week in a themio-hygrostatic chamber at 20**C and a humidity of 
75% to produce test pieces. 

[0067] These test pieces were immersed in artificial seawater. After immersion for each of 3, 6, 1 2, 1 8, and 24 months, 
the test pieces were pulled out of the water and subjected to a crosscut tape test in which the coating film was incised 
at an interval of 2 mm. Adhesion was evaluated as follows: the test pieces in which the number of peeled squares was 
0 per 26 are indteated by o (acceptable), and those in which that number was 1 or larger per 25 are Indicated by x 
(unacceptable). 



Cracking Resistance Test 

[0068] When the test pieces were pulled out of the artificial seawater in the adhesion test, each coating film was 
visually examined for cracks. The test pieces having no cracks are indicated by O (acceptable), while those having 
cracks are indk^ated by x (unacceptable). 

Recoating Test 

[0069] Steel panels (100 mm x 100 mm x 1 mm) which each had been coated on both sides with an anticorrosive 
paint were spray-coated, on the front side, with each coating composition twice in a thickness of 1 00 p/n on a dry basis 
for each application. The thus-coated steel panels were dried indoors at 20»C for 1 week. Thus, two test pieces were 
produced for each coating composition. 

[0070] These test pieces were Immersed In artificial seawater. After immersion for each of 12 and 24 months, the 
test pieces were pulled out of the water, washed with distilled water, and then dried Indoors at 20«C for 1 week. There- 
after, each test piece was spray-coated twtee with the same coating composition as that with which the test piece had 
been coated, in a thickness of 1 00 pm on a dry basis for each application. The recoated test pieces were dried Indoors 
at 20*C for l.week. These test pieces were fixed to the outer circumferential surface of a cylindrical drum having a 
diameter of 50 cm. This drum was Immersed in the seawater of Yura Bay. Sumoto, Hyogo, Japan, at a depth of 1 m 
from the sea level, and rotated with a motor at such a rate that the peripheral speed of the dmm was 16 knots. After 
immersion for 1 week, the test pieces were pulled out of the seawater and examined for the peeling of the fresh coating 
film from the old one. The test pieces which suffered no peeling are indtoated by o (acceptable), while those whfch 
suffered peeling are indicated by x (unacceptable). 

Test for Ev aluating the Ability to Prevent IVIarine-organism Attachment over Out-fitting Period 

[0071] Sandblasted steel panels (1 00 mm x 300 mm x 1 mm) coated beforehand with a tar-vlnyl anticorroslve paint 
were spray-coated on both sides with each coating composition twice in a thickness of 240 on a dry basis for each 
side. The coated panels were dried for 1 week in a themio-hygrostatic chamber at 20'C and a humidity of 75% to 
produce test pieces. These test pieces were Immersed in the seawater of Owase Bay, MIe, Japan, over a period of 3 
months from July to September, 1996 while being kept parallel to the water surface at a depth of 1 m from the sea 
level to examine the change with time of the proportion of that area of the coating film which was covered with marine 
organisms attached thereto. 

[0072] Further, for the purpose of a comparison between Owase Bay and Aioi Bay in the degree of fouling by organ- 
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Isms during that period, and for the purpose of a comparison between vertical Immersion and horizontal immersion, 
test pieces coated with the tar-vinyl anticon-osive paint only were immersed in both sea areas to compare the test 
pieces based on the weight of the organisms which adhered thereto. 



Table 12 





Test for examining film surface residue layer fonnation 




Thickness of residue layer on film surface (^m) 




3 months 


6 months 


12 months 


1 8 months 


24 months 


Example 1 


0 


0 


0 


0 


0 


Example 2 


0 


0 


0 


0 


0 


Example 3 


0 


0 


0 


0 


0 


Example 4 


0 


0 


0 


0 


0 


Example 5 


0 


0 


0 


0 


0 


Example 6 


0 


0 


0 


0 


0 


Example 7 


0 


0 


0 


0 


0 


Example 8 


0 


0 


0 


0 


0 


Example 9 


0 


0 


0 


0 


0 


Example 1 0 


0 


0 


0 


0 


0 


Example 11 


0 


0 


0 


0 


0 


Example 12 


0 


0 


0 


0 


0 


Example 13 


0 


0 


0 


0 


0 


Example 14 


0 


0 


0 


0 


0 


Example 15 


0 


0 


0 


0 


0 


Example 16 


0 


0 


0 


0 


0 


Example 17 


0 


0 


0 


0 


0 


Example 18 


0 


0 


0 


0 


0 


Example 19 


0 


0 


0 


0 


0 


Example 20 


0 


0 


0 


0 


0 


Comparative Example 1 


5 


5 


10 


10 


10 


Comparative Example 2 


20 


50 


70 


100 


100 


Comparative Example 3 


5 


10 


30 


70 


100 


Comparative Example 4 


0 


0 


5 


5 


10 


Comparative Example 6 


15 


50 


90 


120 


140 


Comparative Example 6 


10 


30 


70 


90 


100 
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Table 13 







Film erosion test 


5 




Film thickness reduction (pm) 






3 


6 


9 


12 


15 


18 


21 


24 








monuis 


months 


months 


months 


months 


months 


months 


months 




Example 


1 


15 


31 


44 


61 


77 


88 


103 


125 


10 




2 


OP 


DO 


88 


115 


151 


181 


212 


243 




3 


4 O 

i2 


25 


36 


49 


58 


74 


86 


99 






4 


o 

o 


18 


29 


38 


48 


57 


65 


76 


15 




5 


OA 
OD 


72 


108 


144 


180 


216 


252 


288 






6 


20 


41 


66 


82 


102 


128 


149 


171 






7 


26 


50 


70 


95 


119 


148 


172 


195 






8 


30 


65 


102 


130 


168 


201 


233 


267 


20 




9 


18 


37 


56 


74 


95 


112 


129 


144 






10 


39 


76 


117 


150 


191 


230 


269 


309 








13 


29 


46 


62 


71 


91 


105 


121 


25 




12 


26 


55 


81 


106 


136 


165 


191 


219 






13 


27 


53 


83 


102 


133 


161 


189 


216 






1 *f 


44 


89 


133 


179 


222 


273 


316 


362 






15 


23 


48 


71 


99 


118 


142 


169 


195 


30 




16 


46 


95 


142 


193 


240 


289 


338 


386 






^7 


31 


59 


90 


118 


152 


179 


212 


235 






18 


11 


23 


38 


50 


58 


70 


85 


101 


35 




19 


35 


70 


103 


1 He. 




91 A 
£.1 H 


OCA 


OQC 

285 






20 


24 


47 


72 


98 


121 


140 


170 


189 




Comparative 


1 


8 


15 


17 


18 


20 


22 


23 


23 




Example 








1 












2 


0 


0 


2 


2 


2 


2 


2 


40 




3 


20 


59 


77 


82 


85 


87 


90 


91 






4 


7 


19 


27 


37 


44 


52 


52 


52 






5 


0 


1 


2 


4 


5 


5 


5 


5 


45 




6 


29 


59 


78 


92 


95 


100 


102 


103 



Table 14 





Film erosion test 


Average film erosion rate ftim/month) 




initial 6 months 


from 6th to 24th month 


Example 1 


5.3 


5.1 


Example 2 


10.7 


10.3 


Example 3 


4.3 


4.1 


Example 4 


3.3 


3.2 


Example 5 


12.0 


12.0 



# 
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Table 14 (continued) 





Film erosion test 




Average film erosion rate (^m/month) 




initial 6 months 


from 6th to 24th month 




7.0 


7.2 


Example 7 


8.0 


8.2 


Exampio 8 


11.7 


11.2 


Pxamnle 9 


6.3 


6.0 


Examnle 10 


12.3 


12.9 


FxamDl© 11 


5.3 


5,0 


PvamnlA 19 


9.7 


9.2 




8.7 


9.0 


Example 14 


15.0 


15.2 


Example 15 


8.3 


8.1 


Example 16 


16.3 


16.2 


Example 1 7 


9.3 


9.9 


Example 18 


4.0 


4.1 


Example 19 


11.7 


12.0 


Example 20 


7.7 


7.9 


Comparative Example 1 


2.3 


0.5 


Comparative Example 2 


6.0 


0.1 


Comparative Example 3 


13.0 


1.5 


Comparative Example 4 


4.0 


2.0 


Comparative Example 5 


0.3 


0.2 


Comparative Example 6 


10.0 


2.2 



Table 15 





Antifouling perfonmance test 


Proportion of area covered with marine organisms (%) 




3 months 


6 months 


12 months 


1 8 months 


24 months 


Example 1 


0 


0 


0 


0 




Example 2 


0 


0 


0 


0 


0 


Example 3 


0 


0 


0 


0 


0 


Example 4 


0 


0 


0 


0 


0 


Example 5 


0 


0 


0 


0 


0 


Example 6 


0 


0 


0 


0 


0 


Example 7 


0 


0 


0 


0 


0 


Example 8 


0 


0 


0 


0 


0 


Example 9 


0 


0 


0 


0 


0 


Example 1 0 


0 


0 


0 


0 


0 


Example 11 


0 


0 


0 


0 


0 


Example 12 


0 


0 


0 


0 


0 


Example 13 


0 


0 


0 


0 


0 


Example 14 


0 


0 


0 


0 


0 


Example 15 


0 


0 


0 


0 


0 


Example 16 


0 


0 


0 


0 


0 


Example 17. 


0 


0 


0 


0 


0 


Example 18 


0 


0 


0 


0 


0 


Example 1 9 


0 


0 


0 


0 


0 
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Table 15 (continued) 





Antffouling performance test | 


Proportion of area covered with marine organisms (%) | 




3 months 


6 months 


12 months 


1 8 months 


24 months | 


Example 20 


0 


0 


0 


0 


0 


Comparative Example 1 


.10 


20 


100 


100 


100 


Comparative Example 2 


5 


30 


60 


100 


100 


Comparative Example 3 


0 


20 


50 


90 


100 


Comparative Example 4 


0 


0 


0 


0 


30 


Comparative Example 5 


10 


30 


100 


100 


100 


Comparative Example 6 


0 


0 


30 


100 


100 1 



Table 16 





Adhesion test 




3 months 


6 months 


12 months 


1 8 months 


24 months 


Example 1 


0 




r> 

\J 


vj 


o 


Example 2 


0 


o 


r\ 
\J 


vJ 


o 


Example 3 


0 




r\ 
yj 


vJ 


o 


Example 4 


0 


0 


o 


o 


0 


Example 5 


O 


o 


o 


o 


0 


Example 6 


0 


0 


o 


o 


o 


Example 7 


o 


o 


o 


o 


o 


Example 8 


0 


0 


o 


0 


o 


Example 9 


0 


0 


o 


o 


o 


Example 1 0 


0 


0 


o 


0 


0 


Example 11 


0 


0 


o 


0 


o 


Example 12 


0 


o 


o 


o 


0 


Example 13 


o 


0 


o 


0 


o 


Example 14 


0 


o 


o 


o 


o 


Example 15 


o 


0 


o 


o 


o 


Example 16 


0 


o 


o 


0 


o 


Example 17 


0 


o 


0 


0 


o 


Example 18 


o 


0 


0 


0 


o 


Example 1 9 


0 


0 


o 


0 


o 


Example 20 


0 


o 


0 


0 


o 


Comparative Example 1 


X 


X 


X 


X 


X 


Comparative Example 2 


X 


X 


X 


X 


X 


Comparative Example 3 


X 


X 


X 


X 


X 


Comparative Example 4 


o 


o 


o 


o 


X 


Comparative Example 5 


X 


X 


X 


X 


X 


II Comparative Example 6 


X 


X 


X 


X 


X 


Table 17 








Cracking resistance test 




3 months 


6 months 


1 2 months 


1 8 months 


24 months 


Example 1 


0 


O 


O 


0 


O 


Example 2 


0 


O 


o 


0 


0 



26 



Example 3 
Example 4 
Example 5 
Example 6 
Example 7 
Example 8 
Example 9 
Example 10 
Example 11 
Example 12 
Example 13 
Example 14 
Example 1 6 
Example 1 6 
Example 1 7 
Example 18 
Example 19 
Example 20 
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Table 17 (continued) 




Cracking resistance test 



3 months 



Comparative 
Comparative 
Comparative 
Comparative 
Comparative 
Comparative 



Example 1 
Example 2 
Example 3 

Example 4 
Example 6 

Example 6 



O 
O 
O 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 



6 months 



X 
X 
X 

O 

X 

X 



O 
O 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 

o 



X 
X 
X 

o 

X 

X 



12 months 



O 
O 
O 
O 
O 
O 
O 
O 
O 
O 
O 
O 

o 
o 
o 

o 
o 
o 



X 
X 
X 

o 

X 
X 



1 8 months 



O 
O 
O 
O 

o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 



24 months 



X 
X 
X 

O 

X 
X 



O 

O 

o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 
o 



X 
X 
X 
X 
X 
X 





Table 18 




Recoating test 


old-film immersion period, 1 2 months 


old-film immersion period, 24 months 


Example 1 


O 


O 


Example 2 


0 


O 


Example 3 


0 


O 


Example 4 


0 


O 


Example 5 


0 


0 


Example 6 


0 


0 


Example 7 


0 


O 


Example 8 


O 


O 


Example 9 


0 


o 


Example 10 


0 


o 


Example 11 


0 


0 


Example 12 


O 


0 


Example 13 


O 


o 


Example 14 


O 


o 


Example 15 


0 


o 


Example 16 


0 


o 


Example 17 


0 


o 


Example 18 


0 


o 
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Table 18 (continued) 






Recoating test 




old-film immersion period, 12 months 


old-film immersion period, 24 months 


Exanr^le 19 


O 


O 


Example 20 


0 


0 


Comparative Example 1 


X 




Comparative Example 2 


X 


X 


Comparative Example 3 


X 


X 


Comparative Example 4 


X 


X 


Comparative Example 5 


X 


X 


Comparative Example 6 


X 


X 



Table 19 





Test for evaluating the ability to prevent marine-organism attachment over out-fitting 






period 






Proportion of area covered with marine organisms (%) 




1 month 


2 months 


3 months 


Example 1 


0 


0 


0 


Example 2 


A 
U 


0 


0 


Example 3 


0 


0 


0 


Example 4 


0 


0 


0 


Example 5 


0 


0 


0 


Example 6 


0 


0 


0 


Example 7 


0 


0 


0 


Example B 


0 


0 


0 


Example 9 


0 


0 


0 


Example 1 0 


0 


0 


0 


Example 11 


0 


0 


0 


Example 12 


0 


0 


. 0 


Example 13 


0 


0 




Example 1 4 


0 


0 


0 


Example 15 


0 


0 


0 


Example 1 6 


0 


0 


0 


Example 1 7 


0 


.0 


0 


Example 1 8 


0 


0 


0 


Example 1 9 


0 


0 


0 


Example 20 


0 


0 


0 


Comparative Example 1 


50 


100 


100 


Comparative Example 2 


40 


60 


100 


Comparative Example 3 


100 


100 


100 


Comparative Example 4 


10 


40 


100 


Comparative Example 5 


80 


100 


100 


Comparative Example 6 


30 


80 


100 
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Table 20 



Comparison in the degree of fouling by organisms with test pieces uncoated with antifouling paint for preventing 

marine-organism attachment 





Weight of adherent marine organisms (kg) 


1 month 


2 months 


3 months 


Owase (horizontal Immersion) 


1.5 




2.2 




3.2 


Owase (vertical immersion) 


0.4 




1.0 




1.8 


Aloi (horizontal immersion) 


0.3 




0.7 




1.2 


Aioi (vertical immersion) 


0.2 




0.5 




1.0 



The proportion of the area covered wit marine organisms was 100% in each case. 
* Owase: Owase Bay, l\^ie. Japan 
Aioi : Aioi Bay, Hyogo, Japan 



[0073] As apparent from the results given in Tables 12 to 20. ail the comparative compositions containing prior art 
rosln-blending polymers, namely the composition of Comparative Example 1 which contained "Laroflex MP-15" (trade 
name of BASF AG; vinyl chloride resin), the composition of Comparative Example 2 (con-esponding to an Example of 
JP-A-60-28456) which contained "Pllollte S-5B" (trade name of The Goodyear Tire & Rubber Company; styrene-buta- 
diene rubber), the composition of Comparative Example 3 (corresponding to another Example of JP-A-60-28456) which 
contained Toyoparax A-70" (trade name of Tosoh Corp.; chlorinated paraffin resin), the composition of Comparative 
Example 5 (corresponding to an Example of JP-A-50-135125) which contained polyisobutylene, and the composition 
of Comparative Example 6 (con-espondlng to still another Example of JP-A-60-28456) which contained "Polysol EVA- 
AD-S" (trade name of Showa HIghpolymerCo.. Ltd.; ethylene/vinyl acetate copolymer, 50% solution), and the coating 
composition of Comparative Example 4 (corresponding to an Example of U.S. Patent 5,436,284) not containing ingre- 
dient A of the present invention gave coating films on which a residue layer was formed in long-temn immersion and 
which were unsatisfactory in both film erosion rate and antifouling perfonnance, although the coating films obtained 
from some of these comparative compositions showed satisfactory erodlbility for several months from the initiation of 
immersion. The comparative coating compositions were also defective in cracking resistance, adhesion, suitability for 
recoating, etc. 

[0074] The results further show that In contrast to those comparative compositions, the coating compositions of 
Examples 1 to 20, which contained any of various rosin compounds in combination with any of solutions to of 
hydrolyzable polymers containing organosilyl ester groups, gave coating films which were free from the fonnation of 
a residue layer thereon over long-temn Immersion and were satisfactory in all of film erosion rate, antifouling perfomi- 
ance, cracking resistance, adhesion, suitability for recoating, and the ability to prevent marine-organism attachment 
over the out-fitting period. Namely, the results show that the coating compositions acxjording to the present invention 
combined excellent performances. 

[0075] As demonstrated above, the coating composition of the present invention is applicable to underwater struc- 
tures required to be protected from fouling and damage by marine organisms, such as ship bottoms, fishing nets, and 
cooling water pipes, and is further usable for the sludge diffusion prevention in ocean civil engineering works and for 
other purposes. The coating film obtained from the composition does not form a residue layer thereon over long-term 
immersion, and is hence free from physical defects such as cracks and peeling and capable of maintaining a sufficiently 
high rate of film erosion and preventing the attachment of marine organisms over long. In particular, the coating film 
has the satisfactory ability to prevent marine-organism attachment over the out-fitting period. The coating film further 
has satisfactory suitability for recoating. 

Claims 

1 . A coating composition comprising, as essential components. 

(A) at least one rosin compound selected from rosins, rosin derivatives and rosin metal salts; 

(B) at least one polymer containing an organosilyl ester group having a weight-average molecular weight of 
from 1 ,000 to 150,000, wherein said at least one polymer is composed of: 

i) a polymer obtained from at least one of monomers A represented by formula (1 ); 



29 



EP 0 802 243 B1 ^jj^ 



11) a polymer obtained from at least one of said monomers A and at least one of polymerizable monomers 
other than said monomers A, such polymerizable monomers not being an unsaturated acid anhydride; or 
ilQ a mixture of the polymers i) and ii), 



I 

X— Si— (1) 



wherein . R2 and R3 are the same or different and each represents an alkyi group or an aryl group; and 
X represents an acryloyloxy group, a methacryloyloxy group, a malelnoyloxy group, a fumaroyloxy group, 
an itaconoyloxy group or a citraconoyloxy group, the proportion of said at least one rosin compound to 
said at least one polymer containing an organosilyl ester group being from 1/99 to 99/1 , by weight on a 
solid basis, and 

(C) an antifoulant. 

2. A coating composition according to Claim 1 , wherein said antifoulant is used in an amount of from 0.1 to 80% by 
weight based on the total amount of all solid ingredients in the coating composition. 

3. A coating composition according to Claim 1 or Claim 2, wherein said at least one polymer (B) contains said mon- 
omers A in an amount of 1 to 1 00% by weight and said at least one of polymerizable monomers other than said 
monomers A In an amount of 99 to 0% by weight. 



PatentansprOche 

1. Anstrichzusammensetzung, umfassend als wesentliche Komponenten: 

(A) wenigstens eine Kolophoniumverbindung. ausgewahit aus Kolophonium, Kolophoniumderivaten und Ko- 
lophoniummetallsalzen; 

(B) wenigstens ein Polymer, das eine Organosilylestergruppe enthSIt, mit einem Gewichtsmlttelwert des Mo- 
lekulargewichts von 1 .000 bis 150,000, worin das wenigstens eine Polymer zusammengesetzt ist aus: 

(i) einem Polymer, das aus wenigstens einem der durch Fonrnel (I) dargestellten Monomere (A) erhalten 
wind; 

(ii) einem Polymer, das aus wenigstens einem der Monomere (A) und wenigstens einem von den IWono- 
meren (A) verischiedenen, polymerisierbaren Monomer erhalten wird, wobei solche polymerisierbaren IVIo- 
nomere kein ungesattigtes Saureanhydrid sind; Oder 

(iii) einer Mischung der Polymere (i) und (ii), 



X-Si— r2 (1) 
r3 



worin Ri, R2 und R3 gleich Oder verschieden sInd undjeweils eine Alkylgruppe oder Arylgruppe darstellen; 
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und X eine Acryloyloxygruppe, etne Methacryloyloxygruppe, elne Maleinoyloxygruppe, eine Fumaroylo- 
xygruppe, eine Itaconoyloxygruppe oder eine Citraconoyloxygruppe darstellt, wobei das Gewichtsvertialt- 
nis der wenlgstens einen Kolophoniumverbindung zum wenigstens einen Polymer, das eine Organosily- 
lestergruppe enthalt, 1/99 bis 99/1 auf Feststoffbasis ist, und 

(C) ein Antifoulingmittel. 

2. Anstiichzusammensetzung gemass Anspruch 1 , worin das Antifoulingmittel in einer Menge von 0,1 bis 80 Gew. 
% verwendet wird, bezogen auf die Gesamtmenge afler festen Bestandteile in der Anstrichzusammensetzung. 

3. Anstrichzusammensetzung gemass Anspruch 1 oder 2, worin das wenlgstens eine Polymer (B) die Monomere (A) 
In einer Menge von 1 bis 1 00 Gew.% und das wenlgstens eine. von den Monomeren (A) verschiedene, polymeri- 
sierbare Monomer in einer Menge von 99 bis 0 Gew.% enthalt. 



Revendications 



1 . Composition de revetement comprenant, comma composants essentlels, 

(A) au moins un compost de colophane s6lectionn6 panni des colophanes, des derives de colophane et des 
sels metalliques de colophane; 

(B) au moins un polymere contenant un groupement ester d'organosllyle pr6sentant un polds mol6culaire 
moyen en poids de 1000 k 150000, 

dans lequei (edit polymere au moins pr^ent est cpmpos6 de; 

i) un polymere obtenu k partir d'au moins un des monomferes A repr6sent6s par la fomiule (1); 

ii) un polymere obtenu d partir d'au moins un desdits monomeres A et d'au moins un des monom6res 
pouvant etre polym6ris6s autres que lesdits monomferes A, ces monomferes pouvant dtre polym6ris6s 
n'^tant pas un anhydride d'acide lnsatur§; ou 

iii) un m6lange des polymferes 1) et Ii), 



(1) 



dans laquelle R\ R2 et sont identiques ou diff6rents et representent chacun un groupement alkyle ou 
un groupement aryle; et X repr6sente un groupement acrytoyloxy, un groupement m6thacryloyloxy, un 
groupement maleinoyloxy, un groupement fumaroyloxy, un groupement itaconoyloxy ou un groupement 
citraconoyloxy, la proportion dudit compose de colophane au moins present par rapport audit polymfere 
contenant un groupement ester d'organosllyle au moins present. §tant de 1/99 ^ 99/1 , en polds sur base 
des sondes, et 

(C) un agent anti-sallssures. 

2. Composition de revetement sulvant la revendication 1 , dans laquelle ledit agent antl-salissures est utilisd en une 
quantite de 0,1 k 80% en poids sur base de la quantite totale de tous ies Ingredients solides dans la composition 
de revdtement. 

3. Composition de revetement suivant la revendication 1 ou la revendication 2, dans laquelle ledit polymere (B) au 
moins present contlent lesdits monomdres A en une quantity de 1 k 100% en poids et ledit monomfere au moins 
pr6sent, pouvant etre polym6ris6s, autre que lesdits monomferes A, en une quantit6 de 99 k 0% en poids. 
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